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(54) MANGANESE-ZINC FERRITE CORE AND ITS MANUFACTURE 
(57)Abstract: 

PURPOSE: To provide a low-loss manganese-zinc ferrite core having high permeability and high resistance, and its 
manufacturing method. 

CONSTITUTION: This core is made up of a material having a main component composed of 45-48.6mol% of Fe203. 
Mn203 of a molar ratio whose sum with the mole percentage of Fe203 is approximately 50mol%, 28-50mol% of 
MnO, and the remaining ZnO. and 0.01-0.5wt.% of a subcomponent including Si02 and CaO. and Fe2+ is less than 
1mol% (other than Omol%). By making the sum of Fe203 and Mn203 approximately 50mol% in spite of 
Fe2O3<50mol%, perfect spinel structure can be adopted and it is beneficial to the magnetic characteristic. By 
selecting sintering conditions, the production of Fe2+ in a sintering process is lessened, and Mn3+ of an Mn 
component supplementing the shortage of Fe203 in place of Fe2+, and consequently the production of Fe2+ is 
suppressed. And it becomes possible to make the resistance higher by bringing in the grain boundary high- 
resistance phases of Si02 and CaO. 
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♦NOTICES* 

Cfapan Patent 0££ice is not responsible £or any 
damages caused hy the use o£ this translation. 

1 .This document has been translated by computer. So the translation may not reflect the original precisely. 
2.**** shows the word which can not be translated. 
3. In the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] 45 thru/or 48.6-mol % of Fe 203, and Fe 203 The principal component which the sum becomes from 50 mol 
Mn 203 of the mole ratio from which it becomes % of abbreviation, 28 or 50-mol % of MnO and, and ZnO of the 
remainder, Si02 And manganese zinc system ferrite core characterized by having consisted of an ingredient which has 
0.01 thru/or 0.5% of the weight of the accessory constituent containing CaO, and making Fe2+ into less than [ 1 mol 
% ] (except for zero-mol %). 

[Claim 2] 45 thru/or 48.6-mol % of Fe 203, and Fe 203 The principal component which the simi becomes from 50 mol 
Mn 203 of the mole ratio from which it becomes % of abbreviation, 28 or 50-mol % of MnO and, and ZnO of the 
remainder, Si02 And it is the manufacture approach of a manganese zinc system ferrite core which consists of an 
ingredient which has 0,01 thru/or 0.5% of the weight of the accessory constituent containing CaO. The manufacture 
approach of the manganese zinc system ferrite core characterized by making Fe2+ into less than [ 1 mol % ] (except for 
zero-mol %) by selection of baking conditions. 

[Claim 3] Said baking conditions are the manufacture approach of the manganese zinc system ferrite core according to 
claim 2 which is what performs the oxygen tension in the highest retention temperature at 1 thru/or 100%. 



[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Industrial Application] This invention relates to the suitable manganese zmc system ferrite core for the core for 

deflecting yokes, and its manufacture approach. 

[0002] 

[Description of the Prior Art] High resistance is also increasingly required of coincidence so that it may increase rather 
than recent years and the former, and properties, such as high permeability (high saturation magnetic flux density) and 
low loss (low core loss), may be required as a core for deflecting yokes and a direct core can be looped around a coil. 
[0003] In order to acquire high permeability and low loss, oxygen tension is controlled and the divalent iron ion beyond 
1 mol % (Fe2+) is made to generate generally using the manganese zinc (MnZn) system ferrite of an iron-oxide (Fe 
203) >50 mol % presentation. However, it compares with the ferrite (1x108 omega) of a Fe2 03 <50 mol % 
presentation, and resistance of the ferrite of this presentation system is 1x104. There is a fault of becoming remarkably 
low with omega (Table 1, 2 reference which are mentioned later). Although surface electrical resistance improves, in 
order that the residual stress in a front face and the interior may degrade magnetic properties in the scaling approach of 
that example, it becomes moreover, less practical, although high resistance-ization is also tried by this ferrite. Moreover, 
although the approach of coating a front face with an insulating layer is put in practical use, it serves as cost quantity. 
[0004] Moreover, as a ferrite core which has high resistance, the nickel zinc (NiZn) system of a Fe2 03 <50 mol % 
presentation and the magnesium zinc (MgZn) system ferrite are put in practical use. However, the ferrite core loss of 
this presentation system has saturation magnetic flux density as low as 300mT(s) as compared with the MnZn system 
ferrite (saturation magnetic flux density = 510mT and core loss =3 kW/m3) of a Fe2 03 >50 mol % presentation, and a 
core loss is 40kW/m3. There is a fault of becoming high (Table 1, 2 reference which are mentioned later). 
[0005] In addition, in the MnZn system ferrite of a Fe2 03 <50 mol % presentation, magnetic properties are inferior, 
and since sufficient value is not acquired about resistance, it is not put in practical use. 

[0006] Moreover, although the purpose is different from this invention, the high density ferrite which consists of a 
presentation of 35 thru/or 48-mol % of Fe 203, 22 or 50-mol % of MnO and, 15 thru/or 30-mol % of ZnO is known as a 
ferrite of a Fe2 03 <50 mol % presentation (JP,48-57193,A). Moreover, the ferrite core which added 1.3 thru/or 1.5-mol 
% of cobah oxide to the MnZn ferrite which consists of 48 thru/or 50-mol % of Fe 203, 11-mol % of ZnO and, and 
MnO of the remainder is also known (JP,52-4753,B official report). 
[0007] 

[Problem(s) to be Solved by the Invention] As mentioned above, even if it could attain high permeability and low loss, 
high resistance was not obtained, but since high permeability and low loss were not acquired even if it can attain high 
resistance, the conventional ferrite core had the problem that the high permeability and low loss which are required of 
the core for deflecting yokes, and high resistance could not be satisfied in recent years. 

[0008] Moreover, the high density ferrite indicated by JP,48-57193,A is Fe 203. Since the vacuum section is prepared 
and densification is carried out in the baking process in the presentation range of 35<Fe2 O 3 < 48-mol % when Mn3+ 
occupies an insufficiency, it is 104. It has stopped at omega extent. Moreover, in the presentation range of Fe2 O 3 < 
45-mol %, since high saturation magnetic flux density and a low core loss are lost, practical use is not borne. 
[0009] Moreover, when Mn3+ occupies 20Fe3 insufficiency, it sets in the presentation range of 48<Fe2 O 3 < 50-mol 
%, and the ferrite core indicated by the JP,52-4753,B official report is Fe 203. There are many amounts, since the 
valence control by the above-mentioned Mn component becomes an imperfect presentation field, the amount of Fe2+ 
generation will increase rapidly, and high resistance will be spoiled. 

[0010] Then, this invention is made in view of the above-mentioned situation, and aims at offering the manganese zinc 
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system ferrite core which has high permeability, low loss, and high resistance, and its manufacture approach, 
[poll] 

[Means for Solving the Problem] A manganese zinc system ferrite core according to claim 1 45 thru/or 48.6-mol % of 
Fe 203, and Fe 203 The principal component which the sum becomes from 50 mol Mn 203 of the mole ratio from 
which it becomes % of abbreviation, 28 or 50-mol % of MnO and, and ZnO of the remainder, Si02 And it consists of an 
ingredient which has 0.01 thru/or 0.5% of the weight of the accessory constituent containing CaO, and is characterized 
by making Fe2+ into less than [ 1 mol % ] (except for zero-mol %). 

[0012] The manufacture approach of a manganese zinc system ferrite core according to claim 2 45 thru/or 48.6-mol % 
of Fe 203, and Fe 203 The principal component which the sum becomes from 50 mol Mn 203 of the mole ratio from 
which it becomes % of abbreviation, 28 or 50-mol % of MnO and, and ZnO of the remainder, Si02 And it is the 
manufacture approach of a manganese zinc system ferrite core which consists of an ingredient which has 0.01 thru/or 
0.5% of the weight of the accessory constituent containing CaO, and is characterized by making Fe2+ into less than [ 1 
mol % ] (except for zero-mol %) by selection of baking conditions. 

[0013] The manufacture approach of a manganese zinc system ferrite core according to claim 3 calcinates the oxygen 

tension in the highest retention temperature at 1 thru/or 100%. 

[0014] 

[Function] An operation of a manganese zinc system ferrite core according to claim 1 is explained with reference to 
drawi ng 1 thru/or drawing 3 . Drawing 1 is Fe 203. The related Fig. of an amount and a core loss and ^smsgl are Fe 
2037The related Fig. of an amount and saturation magnetic flux density and drawing 3 are Fe 203. It is a related Fig. 
with contact resistance. 

[0015] Though it is Fe2 O 3 < 50-mol % according to the manganese zinc system ferrite core of the above-mentioned 
configuration, it is Fe 203. Mn 203 By making the sum into 50 mol % of abbreviation, the valence of Mn is controlled, 
perfect Spinel structure can be taken, and it becomes advantageous on magnetic properties. Moreover, generation of 
Fe2+ decreases in a baking process by selection of baking conditions, and it is Fe 203 instead of Fe2+. Mn3+ of Mn 
component with which an insufficiency is compensated is generated, and the generation of Fe2+ which causes the fall of 
resistance as a result is controlled. Moreover, Si02 And high resistance-ization can be advanced by introducing the 
grain boundary quantity resistance phase of CaO. 

[0016] In addition, when Fe2 O 3 < 45-mol %, as shown in drawi ng 1 , core losses (Pcv) are 12 kW/m3. Become the 
above, as shown in drawing 2 , saturation magnetic flux density (Bs) is set to 320 or less mTs, and it becomes 
impossible to attain the high saturation magnetic flux density and the low core loss which this invention makes the 
purpose, and practical use is not borne. 48.6 mol %<Fe 203 If it carries out, as shown in drawing 3 , contact resistance 
will fallVapidly. For this reason, Fe 203 It considers as 45 thru/or the 48.6-mol range of %. 

[0017] Furthermore, Si02 It is Si02 when the accessory constituent which reaches and contains CaO is made into 0.01 
or less % of the weight. And since the grain boundary quantity resistance phase of CaO affects the whole resistance, its 
effectiveness of a raise in resistance decreases. Si02 And if the accessory constituent containing CaO exceeds 0.5 % of 
the weight, since the component which the thickness of a grain boundary phase increases, the magnetic interaction of a 
ferrite grain becomes weaker, and it becomes impossible to acquire outstanding magnetic properties (high saturation 
magnetic flux density, a low core loss, high permeability), and accomplishes a grain boundary phase has the main low 
melting point matter, it comes to affect the generation process and structure of a ferrite. For this reason, Si02 And let 
the accessory constituent containing CaO be the above-mentioned range. 

[001 8] Moreover, if + exceeds Fe2 one-mol %, since migration of an electron will become easy and resistance of the 
ferrite itself will fall, Fe2+ is made into less than [ 1 mol % ]. 

[0019] Therefore, by the above-mentioned configuration, it becomes what has the high permeability (saturation 
magnetic flux density) and low loss (core loss) near a MnZn system ferrite of a Fe2 03 >50 mol % presentation, and 
comes to have resistance of the NiZn system ferrite of a Fe2 03 <50 mol % presentation, and the MgZn system ferrite 
average. 

[0020] According to the manufacture approach of a manganese zinc system ferrite core according to claim 2 By making 
Fe2+ into less than [ 1 mol % ] (except for zero-mol %), the ingredient of the above-mentioned presentation ratio by 
selection of baking conditions It becomes what has the high permeability (saturation magnetic flux density) and low loss 
(core loss) near a MnZn system ferrite of a Fe2 03 >50 mol % presentation like claim 1 publication. It comes to have 
resistance of the NiZn system ferrite of a Fe2 03 <50 mol % presentation, and the MgZn system ferrite average. 
[002 1 ] According to the manufacture approach of a manganese zinc system ferrite core according to claim 3, by 
calcinating the oxygen tension in the hi^est retention temperature at 1 thru/or 100%, Fe2+ is controlled and higji 
resistance is no longer lost. That is, the oxygen tension for satisfying less than [ Fe2+1 mol % ] changes with highest 
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retention temperature, and the highest retention temperature required for baking of a ferrite is usually 1000 thru/or 1400 
..degrees C, and in order to be satisfied with this temperature condition of less than [ Fe2+1 mol % ], it needs to perform 
oxygen tension at 1% or more. If oxygen tension does not reach to 1%, generation of Fe2+ will increase remarkably and 
resistance of the ferrite itself will fall. For this reason, oxygen tension is performed at 1% or more. 

[0022] 

[Example] Hereafter, the example of this invention is explained in full detail. 

[0023] <Example 1> [0024] The manganese zinc (MnZn) system ferrite core of this example 1 The mole ratio (III) (Mn 
203), for example, 1.4-mol % of manganese oxide, from which the sum with 48.6-mol % of an iron oxide (Fe 203), and 
an iron oxide (Fe 203) becomes 50 mol %**0.5 mol % The principal component which consists of 41-mol % of 
manganese oxide and (II) (MnO), and nine-mol % of a zinc oxide of the remainder (ZnO), It consists of an ingredient 
which has an accessory constituent containing 0.03% of the weight of a silicon dioxide (Si02), and 0.1% of the weight 
of a calcium oxide (CaO), and divalent iron ion (Fe2+) is made into less than [ 1 mol % ] (except for zero-mol %). 
[0025] The 1 manufacture approach of this example 1 is explained. 

[0026] First, after performing temporary baking of predetermined time for the mixed powder at 700 thru/or 1 100 
degrees C after carrying out weighing capacity extraction of said each powder raw material at said presentation ratio and 
mixing mechanically, and grinding the temporary baking powder, it corns to the grain of suitable magnitude. Thus, after 
carrying out pressing of the corned powder to a desired configuration, the MnZn system ferrite core of an example 1 is 
obtained by calcinating the Plastic solid with a batch type fiimace. 

[0027] As shown in drawing 4 , after they similarly perform the oxygen tension in tiie highest retention temperature (for 
example, temperature 1000 thru/or 1300 degrees C) at 1 thru/or 100 fixed% (for example, 10%) in atmospheric air for a 
long time (for example, 2 hours) after carrying out the temperature up of said baking conditions in atmospheric air and 
generate a policy objective product, in inert gas, such as atmospheric air and nitrogen, they do not change the structure 
of the product in the highest retention temperature, a valence, etc., and cool to a room temperature. Oxygen tension P02 
in each temperature T in order to prevent oxidation of Fe2+, Mn2+, etc. which are generated by this cooling process 
(balanced oxygen tension) Log(P02 [%]) = alpha/T [**K] +beta (alpha and beta are a constant) 
It is alike, and follows and controls. By this, Fe2+ can be controlled, Fe2+ can be made into less than [ 1 mol % ], and 
high resistance is no longer lost. In addition, by prolonged processing which sets oxygen tension constant, valence 
change of an element etc. can be terminated and the target product (Spinel structure object) can be obtained. 
[0028] Thus, the effectiveness of the acquired example 1 is explained with reference to Table 1 . Table 1 shows the 
comparison of the property of an example 1 and the NiZn system ferrite core (conventional example) of a Fe2 03 <50 
mol % presentation. 



[0029] 
[Table 11 
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[0030] Since an example 1 can raise saturation magnetic flux density about 20% as compared with the conventional 
example so that clearly from this table 1, it becomes possible to offer a cheap ferrite core. 

[0031] <Example 2> [0032] The MnZn system ferrite core of this example 2 47.0-mol % of Fe 203, and Fe 203 The 
principal component which consists of the mole ratio 203, for example, 3.0-mol % of Mn, from which the sum becomes 
50 mol %**0.5 mol %, 34-mol % of MnO and, and 16-mol ZnO of the remainder, 0.06% of the weight of Si02 And it 
consists of an ingredient which has an accessory constituent containing 0.08% of the weight of CaO, and Fe2+ is made 
into less than [ 1 mol % ] (except for zero-mol %). In addition, this example 2 is manufactured like an example 1. 
[0033] The effectiveness of this example 2 is explained with reference to Table 2 and drawing.5 . Table 2 shows the 
comparison of the property of the example 2 at the time of applying to the core for deflecting yokes, and the MnZn 
system ferrite core (conventional example) of the MgZn system ferrite core (conventional example) of a 50 mol % 
presentation, and a Fe2 03 <Fe203> 50 mol % presentation. Drawing. 5 is the related Fig. of the core loss and 
temperature rise in a CRT display. 
[0034] 
[Table 2] 
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[0035] Since a core loss is sharply improvable as compared with the conventional example according to the example 2 
so that clearly from this table 2, as shown in drawing^ , generation of heat of the core to which it comes from RF-izing, 
big screen-ization, etc. in a CRT display can be reduced by about 5 degrees C compared with the conventional material. 
[0036] Though it is Fe2 O 3 < 50-mol % by suitable selection of selection and the baking conditions of a mixed raw 
material ratio, and the oxygen tension at the time of baking according to each example explained in full detail above, it 
is Fe 203 and Mn2 03. By making the sum into 50 mol % of abbreviation, the valence of Mn is controlled, perfect 
Spinel structure can be taken, and it becomes advantageous on magnetic properties. Moreover, generation of Fe2+ 
decreases in a baking process by selection of baking conditions, and it is Fe 203 instead of Fe2-f . The trivalent 
manganese ion (Mn3+) of Mn component with which an insufficiency is compensated is generated, and the generation 
of Fe2+ which causes the fall of resistance as a result is controlled. Moreover, Si02 And high resistance-ization can be 
advanced, a ferrite component compares with the MnZn system ferrite of a Fe2 03 >50 mol % presentation at this time, 
since it is stable, it is hard to generate the mutual reaction in a grain boundary-grain, and the amount of a grain boundary 
phase can be made to increase by introducing the grain boundary quantity resistance phase of CaO. Consequently, 45 by 
which magnetic properties were inferior conventionally and resistance was also made low thru/or 48.6-mol % of Fe 203 
In a presentation By selection of presentation design / baking conditions which make generation of Fe2+ less than [ 1 
mol % ], and positive installation of a grain boundary quantity resistance phase Since core loss reduction of the MnZn 
system ferrite of the Fe2 03 <50 mol % presentation considered to be conventionally inferior by being able to realize 
high resistance-ization and performing oxygen tension control for antioxidizing in a cooling process was realizable It 
has resistance (1x107 thru/or 6x107 omega) of the NiZn system ferrite of a Fe2 03 <50 mol % presentation, and the 
MgZn system ferrite average. The manganese zinc system ferrite core which has the saturation magnetic flux density 
(320 thru/or 410mT(s)) near a MnZn system ferrite and the core loss (5.8 thru/or 12 kW/m3) of a Fe2 03 >50 mol % 
presentation, and its manufacture approach can be offered (refer to drawing 1 , drawing 2 , and drawing^. ). 
[0037] in addition, this invention is not limited to the above-mentioned example, but can carry out deformation 
implementation at versatility. 
[0038] 

[Effect of the Invention] According to this invention explained in full detail above, the following effectiveness is done 
so. 

[0039] Though it is Fe2 O 3 < 50-mol % according to invention according to claim 1, it is Fe 203. Mn 203 The sum is 
made into 50 mol % of abbreviation. Si02 And since the grain boimdary quantity resistance phase of CaO was 
introduced and Fe2+ was made into less than [ 1 mol % ] (except for zero-mol %), the manganese zinc system ferrite 
core which has high permeability, low loss, and high resistance can be offered. 

[0040] According to invention according to claim 2, since Fe2+ is made into less than [ 1 mol % ] (except for zero-mol 
%) for the ingredient of the above-mentioned presentation ratio by selection of baking conditions, the manufacture 
approach of the manganese zinc system ferrite core which has high permeability, low loss, and high resistance can be 
offered. 

[0041] According to invention according to claim 3, since the oxygen tension in the highest retention temperature is 
calcinated at 1 thru/or 100%, Fe2+ is controlled and high resistance is no longer lost. 
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[Drawing 2] 
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[Drawing 5] 
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O3 <5 0t;P%ffl«<7)7x5'f htLT. 35J!>S4 
10 8*/P%<?5Fe2 O3 . 2 27bM5 0*;k%<0MnO& 
VI 57!)M3 0tyU-%<0ZnO<?5ffl«3&>4>^:5^gf«7 
x5>f h*^»^ixTV^S (!^ra4 8-57 19 3^^ 
. ifc, 4 8;bS5 0*;l'%<0Fe2 O3 . 1 1^ 
yl'Jii^Z n Oaifi^iOM nO*»f>^&MnZn7x7 

-fhfcl. 3:5^1. 5t;i'%<o^3^'C;i'h$^aaraL 
fc7x7^ Ha'Dfc39I^><lTV^S (!Kf^5 2-47 5 
34^«) . 
[0007] 

tmsm^mtvf. Mimi:m^x'^ x t, mmm.m& 

[0008] tii. !NFllia4 8-57 19 3#^tia 

*SiUt©^S7x^>f Hi. Fe2 O3 ?^&^^Mn 
3 5<Fe2 O3 <4 8^;^%^0ffl 

30 62 O3 <4 5^;l'%com«iB(c:fcV^T«, Mmm 

[00 09] ifc. !^^5 2-4 7 5 3^^{-B3^§ 
iUt7x7-f h^Wi, Fe2 03^fi:})-5rMn3*3&^'A 
ibtz^. 4 8<Fe2 O3 <5 Ot;P%<!Oaj^iHfc 
tJV^TJi. Fe2 O3 fi*«^<. liiacOMnjK^t^iS 
0i*JlJP*q^=5rm^^fc^r-?T d fzMzF e 
2*:tl£fi*^.msttctian LWfiSitttia^:i>*iT Lip. 
[00101 iZX. *I6BBI4. ±£»ifft:ffii^«^T^:$ 
40 iifzi>cr>X'ih'o. SSEBt*. iKt^&txsjgK^^-rs 

thciti: mti-h i><r>X'$>?> . 

[0011] 

SIS^7x7^ h3r<i. 45;P»S48. 6t;P%<7)F 
62 O3 . Fe2 O3 h<?5ft3Wl&5 0*;P%fc^S*;U 

ikc7)Mn2 O3 . 2 87^S5 0^:;P%<50MnOSU^ 
<0ZnO*^A>^r^±^^t, Si02 ^lt)fCa05r^tJ 

0. oijbso. 5mm%<m&^ti:^?>ttmii)^i^ 

50 Fe**^lt;U%mT (0tiU%^l^<) fctit 



(3) !Bm^7-230909 
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[00 121 iia««2aiiovyxryiggJi^7x7-f h htdi>. ¥ ei*i:i^)V%\;XTtth. 
orffm^jmi. 45BM48. 6tyk%<^Fe2 O l0019lfi!oT. ±^«CJ:0. Fej O3 >5 

3 . Fes O3 fc<7)ft*%5 0*;P%i:^:l>t;l^Ji:i7)M 0t7P%ffl^£7)MnZn^7ji5^ KCifiV^^ia^ 

naos . 2STj^5o=^)v%<r>unommM(^zn {mmsm&) mf\msii (nrox) sr^rrstio 

0*»/J>^Si^^i-i:. Si02 atXCaOi&#tr0. 0 h^rO. Fez O3 <5 0*;l'%ffl^<0N i Zn^^x 

^fefNOS^KJ:0Fe2*iJrl^:/P%J.:tT (0^:;P%Sr|^ [0 02 01 |g*«2EiffiOvyXf^3KB^7x5>f h 
< ) i: LfcC: fc Sr#fSfc-f 5 t^OTfeS . 10 nr<^«Bi*afc:iittf . iJEfflJfeit<^««i&Mli^ 

[00131 li*J53lEiicov:^;«f>ffij8iK7x7>f h <o^t J; 0 F e^* S: 1 t;l.%mT ( 0t;W%^|^< ) 

a rc^m^^Ji . SS»»iaKfcfe«t Si^^J-ffiS- 1 fc C t J: 0 . 1 ^fc F e 2 Os 

;^^1 0 0%X'Mfife$rffpt<7)r*)S. >5 0^:;W%IB«£OMnZn^7x7-f htiSV^SSat 

[0 0 141 m{mmmni)isixfmsk{^Tux)i^hi> 

l^m^m^^lsmrr^yilym^Jhy^^^^Var tOt^rO, Fez O3 <5 0t;l^%m<ON iZn^:7 
<Oftffl^0i;!»M03^#»gLTiliB^S. 01{±Fe hXt^MgZ n^7x7>f hM;?i'OfitaS:ltoJ: 

2 O3 *i:3TnXi:c7)Mfta. @2llFe2 O3 it dtc^rS. 

fi&»lKS«JKt<oB8«@. asttF 62 03 tmmSi [ o o 2 1 1 ii^3iBm<^vy;yy3gfB^7x5^ h 

[00 151±ei8«c7)-e>';>yySIB5K7x7^h3r 20 BEJ- IT^Ml 0 0%TM^2:tf 5 ihtcj: 0 . F e^^Sr 

tritltf, Fe2 03 <5 0t;W%T*'5^rf)*^>Fe2 WJOL. SJIH5itt*«ife*>tt^:< . -r^r*>^». Fe^* 

Os i:Mn2 O3 hm\i:^3 0=^)V%t^hZt\iZii l^)V%[^XTim&thti}sb<mmmi. ftftftj^lS 

0 , M ncofil0a*««|ffli$tt. ^^xtf4^;HiiiSr« gtc J: oTM^: 0 . 7 x ^'f h<0^t:itfS^*Sfiy# 

m^m±^mk.^j:h. iti. MJ^&fNOS^tcJ: iSStt. ilSl 0007!;M1400iC'C*'3. ^WiSS 

Mfig)^-CFe2»^)4j£*«i!'-^<^0s Fe2*<0ft ^-CFe^* l=t)V%mim&-tttzityf.Z\t^ 

t)0tcFe2 O3 «0:T^J£«-5:ffl3Mn^:»-<r)Mn3**J^ ESr l%^^Ul•Cfi^3^^^S*^'3^-^.. ilS^E*U%t^L 

te*W{cffi6i«(£T^*S<Fe2*04j&&*«l©J ^rV^t. Fe2*<7)4jjg*^L<lianLT7x7-f hi* 

S i O2 atfC aOoSISLSJ^SfflS-^ <^)JK»i*Jfi£T1-S, d^^rft. ffisg^^ES- 1 %Ja±-CtT 

[0 0 1 61 5:t>, Fe2 O3 <4 5t;l'%i:-rSt. 30 [00221 

H 1 t:r^J: d fcnrnx ( P c v ) *» 1 2 kW/m3 [HiSMl eTF. . 

KUifc:5r'5, 02{c^J:dlcffiWaE^S?S(Bs) A* [00231 <IIS£Mi> 

3 2 0 rnTtlTt ^r>T , 2|s^.B)!PB«fc-r-&Sfe»68 [00241 ^cOUffi^il 1 c7)-7y;<f>SSB ( M n Z n ) 
^^S&y^ffi3Tox*>^T'^^<^0. SIfflfcWi. ^7x7-^ hnrH. 48. 6t;l^%coS^lJfe (Fez 
*V^<><:Oi:35rS. 48. 6=^)V%<Fqi O3 fcfS O3 ) . ffi-fblfe(Fe2 O3 ) i::<rmfi3 0=^)V%± 
t. m3{ZjtcfXo\.z. «ttffi|ji*<mS»cffiT-r^. ^ O. 5*;P%fc^rSt;Ht0!lttf l. 4^:;U%co|§^v 
0/::«>s Fe2 O3 5:4 5;!j^48. 6*;P%«0lEHi: y;!^^ < I I I) (Mn2 O3) . Al^lV%ffym^^ 

[00171 § ii>t. S i O2 m^C a OSr-^tJiM^ IS ( Z nO ) *><i,^rS±^^t .0.0 3ffil%c7)lSr 
JO. 01fifi%mTfc-rSi:. SiOzatXCaOco 40 -fl:W«(Si02 )Sl^O. imMXcn^iUJiVi^-^ 

m--^mim\i^wmmzws^^H-x. s^«>. asta: a < c a o ) ^ ^tygus^j-t ^ w-r^*rfi*»^>=3: o . 2 

'(fc<^«*«i!'5r<^S. S i 02 AtfC aOS-#tfiiM m^^^y (Fe^M S- lt;l'%jaT ( 0*;l'%$-^ 

X 7>f hSi^s^wfflSfpffl*^^* 0 . wxtzmmmL [ 0 0 2 5 1 :i<rmm i <ry-mmm^mm-h . 

mmsmmi^, «3Tnx. ^ssa*) ^imhtv^j: [ 0 0 2 e 1 , mLmmmim^mmmm. 

<^j:'o.tti. mmim-mnismmmiii^Th mmtxmmizm^Lti^. -e^^ia** 7 0 ob 

ttiH). 7x5^ }-<7)Ma&m&X/mmiZ^i^t^ ^110 OrtCTm^l^cO<SM^i&ffV\ -eco^s^ 

J:3t::^S. zcotiib^ S i O2 &t^C aO^^tfliM S>*2r»»L;tm. c:<0 

[00181 t:^^. Fe2**«l^:yI.%S:il8i.Sfc. «^ 50 ^<DSMm^<'yi-^izxmsS:thZtizX*). H 
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as 1 0 0 onm 1 3 0 or ) {zamwrn^R^-^ 

mm. \ism^^{t^itfmmTi%m^^o. zm 
fc. ^m.Tizi5i^hm^^B (^mim^K) poi 

Log (PO2 [%] ) =a/T [♦ K] +>S 1 



10 



Ma. /3<±^) 

[00281 ^:<0J:3fc:LT»^,<ifclliftWl<^«»aS- 
^1?:#SSLTIKHW-S. aHilltefi^lf:Fe2 O3 
<5 0t;l^%ffl«<ONiZn5^7x^^h3T (taf* 

[00291 
[^1] 





[mT] 




[Q] 


^jiiffr 1 


410 


700 


2x10' 


Ni Zn^7jt5>f hnr 


300 


700 


1X10" 



[ 0 0 3 0 ] CliO^ 1 *»^,HH^>*>^: i 3 Ute^iil 1 « 
taaetf(fc:JtLTfia«ia*^S& 2 0%SSipj±S-fr2.^ 20 

[OO311<||*i0!|2> 

[00321 C:OD|ltt0S2OMnZnJg7x7>f h3T 
4 7. 0t;l'%<0Fe2 O3 . Fez O3 tCDSl*^ 
5 0^;U%±0. 5^:;W%i:^S*;l-Jtfii'lt{f3. Ot 
;1^%<0M n 2 Os . 34 t;W%cOM n O&t/S^cT) 1 6 
t;K0ZnO*>^>^S±«^i:. 0. 06Mft%OSi 
O2 atXO. 0 8aS%<?)CaO^^t;aiI^^fc$:Wr 



[0 03 31 Zffmikm2<7ym:i:m2»xm5^mi 
Lxmm-h. ffe2«ffii6i3-^'ffl3T{cjifflt^j^ 

(?)j|te0|2i:Fe2 O3 <5 0t;l'%ffl^<OMgZn^ 
7x^-f h3T (ta!*«^) i:Fe2 O3 >5 0^/U%ft 

[00341 
[^21 







CQ3 


3 T D X 

[kW/m^ ] 




1100 


3X10' 


5 


(Fes 0) <5 0^A^ 


400 


1X10" 


40 


CFca Oa >50«A^ 


2000 


IxlO* 


3 



[003 51 z<^m2ipi^m^ii^xdtz^ mim2iz 

mmikit ■ iimmimi}'(><?>^Tm^{:wmizit 
[0036] &±m^uz^mmizxtni. is.^m 

«tJ:'9. Fe2 O3 <5 0t;P%-C*0^:*«^Fe2 
03i:Mn2 O3 (/mif^SO'tJUXff-hZtliZX A50 



h*)iZFez O3 (O^S.^imoMnfS.^eD3m<^'?y 

c a ocm^^mm^mx-ri ztizx*). mmmt 

O3 >5 0t/l/%ffl^<DMnZn^7x^-f btie^T 



(5 

7 

7bS4 8. 6^;l^%iOFe2 O3 cOffl^tCtJV^T. Fe 

1 O3 <5 0t;l^%fflffiOMnZn|^7x^>f K7)ar 
OX{S«^|gS-tS^:f:}&«-C#!t<0T. Fe2 O3 <5 10 
Ot;P%m£ON i Zn^7i5>f hSU^MgZn^^y 
hM^^CDfifii ( 1 X 1 07 if^SexlC £2) 5: 
j#t>, Fe2 O3 >5 0t/k%ffl«<?5MnZn^7x^ 

>f bfcjfit^fi^na^afjgg ( 3 2 onmA 1 omx) ai;f 

nrox (5. 87bMl2kW/m3 ) ii^h-^yii 

t*»T^S (01. 02. 03#jB) . 
[ 0 0 3 7 1 ^fgaati^ JiEldtWCIiR^^tl 

10038] 20 
[01] 











— \ 




















i_ 





45 475 iB.6 SO 



!^m^7-230909 

8 

[003 9] ft^l^cOUBBfcinif. Fe2 O3 
<5 0t;P%-Ci>'35r*»'^>Fe2 O3 i:Mn2 Oa t«0 
«SrB&5 0*;P%fc S i O2 atfC aOC:^*^ 
fiiffl L . F e « * 5 1 1 ;P%mT ( O^tVX^m 

< ) t Lt:(r)x\ mmmm, tm^zmmL^^h 
a. 

[00401 mm2W&<7mmi:ti\i. iwmst 
<mm^mmd^<mmzii o f e 2* s: i ^ivxixr 

[0041] fi3c«3£®<0lSBj{cj:^ttf ^ SSfiH^ 
Scot. Fe2*^«i$dU iiaS!iitt*«ifebit^:<^rS. 
[01] Fej O3 SknrnXfciTffl^ 

[02] Fei Oa ^tmmsmmtffM^m 
[03] Fe2 Oa bmmsxt(nimsm 
[04iMri^^*-r0 

[05] cRTx-fxrw'fKtjftsaroxkiaKJb 

#i:(^nffi0 

[02] 



500 




(6> 



^IIPF7-2 309 09 



[03] 



m4] 



|6 
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[H5] 
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